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This listing of claims will replace all prior versions, and listings of claims in the 
application: ^ 

1. (Currently Amended) A water soluble polymeric composition based on PVA , 
ft i ihnrfnntiwily rompoGod of consisting e s sentially of: 

a) from 50 to 99.9% by weight based on total composition of polyvinyl alcohol 
with an average MW of from 5 000 to 25 000 and with a degree of hydrolysis 
of from 79 to 99.9 mol%, and 

b) from 0.1 to 50% by weight based on total composttiono f one or more 
polysaccharides of the formula 



R 1t R 2 , R3 are H, Ct-^OH, COOMe, [[COOMeJ] COOR*. CONHRe, orCH 2 OS0 3 Me, 
and Me is Na, K, NH 4 , Mg, or Ca, 
n is a number from 20 to 20 000, , 
R, is C^C^alkyl, 

Rs is OH, NHCOCH3, H or OCOCH 3 and 
Re is H f COCH3, or C t -C,-alkyl- 




CH -O 



CH-O 



n 



where 



4 
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2. (Currently Amended) The water soluble polymeric composition as claimed in 
claim 1 , further comprising from 0 to 5% by weight of antifoarnbased on total 
composition . 

3. (Currently Amended) The water soluble polymeric composition as claimed in 
claim 1, further comprising from 0 to 10% by weight of a surface-active compound 
based on total composition. 

4. (Currently Amended) The water soluble polymeric composition as claimed in 
claim 1 . further comprising from 0 to 1 0% by weight of hydrophobicizing oils based 
on total composition . 

5. (Currently Amended) The water soluble polymeric composition as claimed in 
claim 1 ';• comprising from 0 to 3% by weight of modifiers or antiflow additives fea§§d 
pn totgl composition, 

6. (Currently Amended) The water soluble polymeric composition as claimed in 
claim 1 ■ comprising from 0 to 30% by weight of plastlctzerbased on total 
composition. 

7. (Canceled) . 
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| 8. (Currently Amended) The water soluble polymeric composition as claimed In 

claim 1, wherein the polyvinyl alcohol contains carboxy groups or polyglycoi units4n 
the molecu l e . ^ 

i 

! 

| 9. (Currently Amended) The water soluble polymeric composition as claimed in 

i 

i claim 1 , wherein the one or more polysaccharides ore prooont comprise from 0.1 to 

1 5% by weight based on to tal composition. 

! 1 0. (Currently Amended) The water soluble polymeric composition as claimed in 

! claim 1 , wherein the one or more polysaccharides ore present comprise from 0.1 to 

1 0% by weight based on tot al composition. 

11 . (Currently Amended) The water soluble polymeric composition as claimed in 
claim 1 , wherein n is a number from 1 00 to 1 0,000. 

12. (Currently Amended) The water soluble polymeric composition as claimed in 
claim 1 , wherein n is a number from 1 00 to 9,000. 

i 

13. (Currently Amended) The water soluble polymeric composition as claimed in 
claim 1 , wherein R 4 is methyl. 

i 

14. (Currently Amended) The polymeric water soluble composition as claimed in 
claim 1, wherein is methyl. 



i 
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1 5.(Currently Amended) A water soluble polymeric composition booed on PVA 
comprising: 

a) fmm «tO to QQ Q % h y weight fr*^ gn total composition of polyvinyl alcohol 
with an average MW of from 5 000 to 25 000 and with a degree of hydrolysis 
of from 79 to 99.9 mol%, wherein the polwlnvl alcohol contains carfrQXY 
groups or polyalvcol units and 

b) from 0.1 to [[50%]] 10% by weight based on to tal composition of one or more 
polysaccharides of the formula 



CH-CHR g 



CH -O 



.CH ^CH-O-CH "^CH-O-CH^ ^CH-O- 

^CH-CHRs CH-O CH-CHR 5 

I L I 



where 

R,, R 2f R3 are H, CH 2 OH, COOMe, HCOOMe,]] COOR*. CONHRe, orCH 2 OS0 3 Me, 
and Me is Na, K, NH 4 , Mg, or Ca, 
n Is a number from 20 to 20 000. 
R< is C^-alkyl. 

Rs is OH, NHCOCH,. H or OCOCH 3 and 
Re is H. COCH3, orC^OpaJkyl. 
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16.(Canceled) 



1 7.(New) A water soluble capsule or film comprising the water soluble polymeric 
composition of claim 15. 



1 8.{New) A water soluble capsule or film comprising the water soluble polymeric 
composition of claim 1 
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